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(54) Cleaning system and process for making same employing reduced air cleaning fat>ric 

(57) A cleaning system for a printing press using 
pre-soaked, reduced volume of air in cleaning fabric. 
The system includes a cleaning fabric treated to reduce 
the amount of air volume the cleaning fabric contains. 
The cleaning fabric is saturated to functional equilibrium 
with a low volatility organic compourxJ solvent. The 
cleaning fabric is wrapped around an elongated core to 
form a fabric roll. The saturated, wrapped fatxic roll may 
be used to clean a cylinder of a printing press. 

The saturated^ wrapped fabric roll may be inserted 
in a sealable sleeve, the sealable sleeve being in con- 
tact with the fabric roll and then sealed, thus permitting 
transporting and storage of the system until use without 
detrimentally affecting the cleaning ability of the fabric. 

A method for making the system is also disclosed. 
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Description 

RELD OF THE INVENTION 

TTiis invention relates to a cleaning system employ- 
ing a fabric with a reduced volume of air for use to dean 
the cylinders of a printing machine. More particularly, 
the invention relates to an improved pre-soaked clean- 
ing system employing a fabric with a reduced volume of 
air to clean the cylinders of a printing press. While the 
invention is desaibed as it applies to the cleaning of the 
cylinders of printing machines for the sake of sinplidty, 
it is to be understood that it can be utilized to clean the 
cylinders of other types of machinery. 

BACKQROU ND QF THE INVENTION 

A wide variety of blanket cleaning systems and 
apparatus employing the same to clean the cylinders of 
printing presses are known. Typical blanket cleaning 
systems and apparatus employing the same, including 
cleaning blankets and deaning solutions, are exempli- 
fied by U.S. Patent No. 4.135,448 to Moestue which is 
directed to a mechanism for deaning a cylinder that is 
provided with a cleaning doth which is wetted with a 
cleaning fluid or solution prior to its encountering the 
pressure roller; U.S. Patent No. 4.934.391 to Futch et al. 
is directed to a composition for ink removal tiiat exhibits 
a low vapor pressure and which is a tow vapor pressure 
organic compound: U.S. Patent No. 4.986.182 to 
Sawaguchi et al. is directed to a cleaning apparatus in 
which a deaning dotii is dampened by a liquid: U.S. 
Patent No. 5,009,71 6 to Gerson is directed to a wash for 
removing ink comprising a low volatile organic conv 
pound; U.S. Patent No. 5,012,739 to Loos is directed to 
a washing device comprising a deaning doth damp- 
ened with a washing medium and U.S. Patent No. 
5,069,128 to Mara is directed to a device for deaning a 
cylinder of a printing machine conprising a cleaning 
cloth impregnated with a cleaning liquid. 

In addition, U.S. Patent No. 5.104.567 to Staehr is 
directed to a liquid for cleaning ink from printing 
nrachines: U.S. Patent No. 5,125.342 to Mara is directed 
to a metiiod for deaning the cylinder of a printing 
machine; and US. Patent No. 5,143,639 to Krawack is 
direded to a dotii moistened with a low vapor pressure 
cleaning agent for removing ink; whereas U.S. Patent 
No. 5,188,754 to Weltman et al. is directed to a cloth 
soaked with a cleaning formula and U.S. Patent No. 
5.194.173 to Fdkard et al. is directed to a method for 
removing ink from printing n^chines. Still further. U.S. 
Patent No 4.344.361 and 4.757,763 to MacPhee et al. 
is directed to automatic blanket cylinder cleaners pro- 
vided with deaning fabrics adapted to contact the blan- 
ket cylinders of printing presses. On the other harxJ. 
U.S. Patent No. 5,1 75.080 to Gasparrini etal. is direded 
to a doth supply system for the blanket cylinder for use 
in printing presses. 



Still further. U.S. Patent Na 5.320.217 to Lenarz is 
. direded to a sealed envelope which contains a mois- 
tened pad that fundions as a swab. The pad is secured 
to the envelope by an intermediate lin seal. Conse- 

5 quentiy. when the top of the envelope is removed, the 
pad is exposed. Since the pad is still captively held to 
ttie remainder of the envelope, the Ik^uid on the pad may 
be dispensed by holding the clean, dry, bottom of the 
envelope. Thus, tiie pad functions as a swab and the 

10 remainder of tiie envelope functions as the applicator 
and the reservdr. Alternatively, U.S. Patent No. 
4,998.984 to McClendon is directed to a pre-packaged 
single use disposable wiper pad or towdette that is sat- 
urated witii a disinfeding liquid and the pad is effective 

15 to disinfect inanimate surfaces. The pad is of a size 
which fits into a pocket or purse and makes it convenient 
to carry, while posing no problem in disposing of the 
same, such as by flushing in a toilet. 

US. Patent No. 4,679.724 to Inagaki is direded to a 

20 water-proof container having a cylindrical base member 
made of paper which is sun^ounded by a dout)le-wall 
heat-shrinkable plastic film covering the paper base 
member and having at least one portion heat-sealed to 
dose the paper base member entirely witiiin the plastic 

25 film and lid conneded to tiie base member for dosing at 
least one open end of a container shape formed by the 
paper base member. 

US. Patent No 4.467.916 to Hedden et al. is 
directed to a package of wound glass fiber strand from 

30 which the glass fiber straraJs can be removed more eff i- 
dently for feeding into processing operations. The 
wound package of glass fiber strands is a package of 
superimposed annular layers of glass fiber strands hav- 
ing a central longitudinal, cylindrical cavity about which 

35 tiie strands are wound and having an outer cylindrical 
surface and a substantially flat drcular top and bottom 
section. The package is covered with a stretchable pol- 
ymeric film and at least one free end of tiie glass fiber 
strand extends into the central cavity for removal from 

40 tiie interior to tiie exterior of the package. U.S. Patent 
No. 4.295,563 to Becker et al. is direded to an article of 
manufacture comprising a hollow rod of longitudinally 
gathered tubes of cellulose hydrate-based materials the 
hdlow rod having a latent water content of between 

45 about 25% and 100% by weight based on tiie total 
weight of tiie hollow rod and being free of chemical anti- 
bacterioddal agent; a dosed, substantially gas inper- 
meable packaging sheath having a hdlow interior 
chancer therein and in which the hdlow rod is posi- 

50 tioned so that this rod is conrpletely enveloped by the 
packaging sheath whidi is made of a flexible film of 
material that is substantially impermeable to gases; and 
a protective gas ess^ally fills the remaining portion of 
tiie hollow interior chamber of the sheath so tiiat the gas 

55 protects the hollow rod against the formulation of aero- 
bic microorganisms on tiie water-containing cellulose 
hydrate material. 

Still further, U.S. Patent Na 3.980,176 to Boggs 
direded to a high speed yam take-up system which 
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conssts of a pneumatic injector nozzle rotabty niounted 
off-center of a single fluted rotating screw. Yarn is 
injected into the area exposed at the trailing edge of the 
screw and compressed and moved forward in a conrv 
pression chamber by the feeding of the saew. A plastic 
tube is continuously formed around th compression 
chancer to receive the yarn mass as it discharges, thus 
forming a tube of indefinite unlimited length and from 
1/4 to 4 inches or larga* in diameter. The tube may con- 
tain a single end or multiple encte of yam which may be 
removed from the tube at high speed by simply slitting 
the plastic as the yarn is pulled from the pactoge. Alter- 
natively. U.S. Patent No. 3.850.294 to Phillips et al. is 
directed to a package of roving unsized continuous fila- 
ments of glass, the package being saturated with water 
which maintains the filaments in group orientation. 

U.S. Patent No. 3,014,579 to Lathorp is directed to 
a disposable cleaning device which consists of a cap- 
sule containing a plurality of applicators and which may 
be employed in many and various uses. The applicators 
enclosed within the capsule connprise a central core of 
sponge or sponge rubber having a wad or pad of 
absorbent material, such as cotton or the like, wrapped 
around the core. The core is saturated with suitable 
material and the cotton wrap, for example, provides a 
vehicle through which the material in the sponge rubber 
core is absorbed from the core and applied to a given 
usage. 

Still further. U.S. Patent No. 2.189,556 to Young- 
husband is directed to a pipe cleaner formed with a pli- 
able metal member, such as a spindle or length of wire 
or the like. Attached to that member and extending 
through at its length are tufts of fabric or other material 
capable of absorbing liquid. These tufts are impreg- 
nated or saturated with a liquid solvent solution and the 
impregnating pipe cleaners are then packed in a con- 
tainer and sealed to prevent e^^poration. 

While the above-mentioned patents accomplish 
their purposes to a satisfactory extent, they still exhibit a 
variety of drawbacks. For example, they usually require 
apparatus, such as pumps, spray bars, manifold lines, 
valves, and the like as part of the automatic blanket 
cleaning systems for introducing the cleaning solvents 
or solutions to the cleaning fabric just prior to actual use. 
Moreover, even in these cases, where the cleaning rolls 
or fabric rolls are pre-soaked or pre-wetted. the pre- 
soaking or pre-wetting. must be accomplished just 
before use in order to noinimize loss of cleaning solvent 
or solution in order to provide an effective cylinder 
cleaning system. 

U.S. Patent No. 5,368.157 to Gaspan-ini et al., the 
present applicants, attempted to overcome these prot>- 
lems. That pat&n is directed to a pre-packaged, pre- 
soaked cleaning system for use with printing machines 
or the like to dean the cylinders of such machines and 
which comprises a pre-soaked fabric roll saturated to 
functional equilibrium with low volatility organic com- 
pound solvent and which is disposed around an elon- 
gated, cylindrical cor and enclosed in a sealed sleeve 



which if desired may be a heat-sealed or a heat- 
shrunken and heat-sealed plastic sleeve disposed 
around and intimate contact with the fabric roll, whereby 
the pre-soaked saturated fabric roll can be transported 

5 and stored vertically arcl/or horizontally until use with- 
out substantially disturbing the distribution of the solvent 
in the fabric roll and detrimentally effecting the cleaning 
ability of the fabric. 

While the invention disclosed in U.S. Patent No. 

10 5,368.157 works for its intended purpose, improve- 
ments have been discovered. When the patented prod- 
uct is placed in the vertical position, the solvent would 
shift downward in the evacuated package. When the 
package is restored to tiie horizontal position, the sol- 

15 vent migrates back towards equilibrium in the roll. This 
migration is caused by air pockets in the fabric of the roll 
tiiat have not been completely evacuated. 

There exists, therefore, a need for providing a pre- 
packaged, pre-soaked blanket cleaning system which 

20 minimizes the above-mentioned disadvantages and 
drawt>acks. The present invention fulfills such a need. 

SUMMARY OF THE INVENTION 

25 Briefly described, the present invention is directed 
to a new and improved system for cleaning a cylinder of 
a printing press using a pre-soaked fabric having a 
reduced volume of air which prevents and/or reduces 
the migration of the solvent in tiie fabric roll and 

30 increases the length of the cleaning fabric witiiout 
increasing the diameter of the fabric roll. In accordance 
with a preferred embodiment the cleaning system 
includes a core. Preferably, but not necessarily, the core 
is hollow and cylindrically shaped. A cleaning fabric with 

35 a reduced air content is wrapped around the core to 
form a fabric roll. A wetting agent comprising a low vol- 
atility cleaning compound is present in the cleaning fab- 
ric in an amount sufficient to saturate the cleaning fabric 
to functional equilibrium. 

40 Advantageously, the fabric roll is sealed by a sleeve 
disposed around the cleaning fabric. The sleeve may 
also be in intimate contact with the fabric roll. This 
allows the cleaning fabric to be transported and stored 
both vertically and horizontally until use without sub- 

45 stantialty disturbing the distributioi of tiie solution in the 
fabric and detrimentally affecting tiie cleaning ability of 
the fabric. 

In a preferred enrtxxiiment. the air content of the 
cleaning fabric is reduced by between about 1% to 

50 about 50%. This acts to reduce the thickness of the fab- 
ric. It also acts to incr^se tiie length of fabric while not 
increasing tiie ctiameter of tiie fabric roll. 

Artoth^ preferred emfc>odiment further includes a 
means for positioning the fabric ac^acent to a cylirvier to 

55 be cleaned. Thte m^ns may also place the cleaning 
fabric operatively assodated with the cylinder r in a 
position to clean the cylinder while the fabric is in con- 
tact with and fed past the cylinder. 
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The invention also includes a method for making 
the inventive cleaning system. Broadly, the method 
comprises reducing the air in a strip of cleaning fabric. 
The strip of cleaning fabric is placed in contact with a 
tow volatility organic compound solvent whic^ does not 
evaporate readily at ambient temperature and pressure 
and saturating the cleaning fabric with the solvent Sol- 
vent is applied by measured absorption to the fabric to 
obtain a fabric saturated to functional equilibrium with 
the solvent. The saturated cleaning fabric is wrapped 
around a core to form a pre-soaked fabric rdl. 

In a more specific aspect of the method, the fabric 
roll is seated to allow transportation and storage, both 
vertically and horizontally, until use without substantially 
disturbing the distribution of the solvent in the fabric roll 
and detrimentally affecting the cleaning ability of the 
fabric roll. 

In still another aspect of the method, the content of 
air in the cleaning fabric is reduced by calendaring. 

In yet another more specific aspect of the method, 
the content of air In the cleaning fabric is reduced by 
reducing the thickness of the cleaning fabric by between 
about 10% to sboiA 50%. 

tn yet another more specific aspect of the method, 
the amount of air In the cleaning fabric is reduced by 
between about 1% and atxnit 50%. 

It will be appreciated by those skilled in the art that 
the foregoing summary of the invention and the follow- 
ing detailed description are merely exemplary and 
explanatory of the present invention, but are not 
intended to be restrictive thereof or limiting of the 
advantages which can be achieved by the invention or 
various combinations thereof. The accompanying draw- 
ings referred to herein and constituting In part hereof, 
illustrate preferred en^xxliments of the invention and. 
together wi^ the detailed description, serve to explain 
the principles of the invention. 

BRIEF PESCRiPnON OF THE DRAWINGS 

In order to understand the invention more fully, ref- 
erence is directed to the accompanying drawings, which 
is to be taken in conjunction with the following descrip- 
tion of the invention and in which Drawings: 

FIG. 1 is a lateral,* sectional, elevational view of a 
cleaning system enploying a reduced volume of air 
in cleaning fabric according to the invention; 
FIG. 2 is a lateral, sectional, elevational view of the 
system shown in FIG. 1 , including the disposition of 
the pre-soaked. wrapped roll in a slotted canister 
before it is inserted in the sealable sleeve and/or 
scalable arKi shrinkable sleeve shown in FIG. 1 ; 
FIG. 3 Is a partial, sectional, elevational, diagranv 
matic view of the system shown in FIG. 1 enrploying 
end caps disposed in the open ends of the elon- 
gated core and extending over the peripheral edges 
of the fabric roll; 



FIG. 4 is a sectional view of a fabric urxiergoing cal- 
endaring; and 

FIG. 5 is a partial cross-sectional view of a cylinder 
to be cleaned and a pre-soaked cleaning system 
5 employing a reduced volume of air in fabric accord- 
ing to the present invention. 

DESCRIPTION OF THE PREFERRED EMBODI- 
MENTS 

10 

Referring now to FIG. 1 . a cleaning system employ- 
ing a reduced volume of air in cleaning fabric with a 
longer length but not an increased diameter according 
to the present invention comprises an elongated core 

15 1 1 made from, for example, relatively heavy cardboard 
of sufficient strength so that it can support thereon a 
pre-soaked fabric roll 13. Additionally, If desired, the 
core 11 can be made from any other suitable material 
including, but not limited to, plastic or metal, such as 

20 steel, aluminum, and the like. Core 11 may have open 
ends to allow engagement on an appropriate machine. 
Core 11 may also be a shaft. Preferably, as shown in 
FIG. 2, core 11 is completely hollow to allow a shaft, 
rod, or the like 21 to be inserted within core 11 to pro- 

25 vide engagement The core 11 is also preferably pro- 
vided with engagement means (not shown), for 
reception of a shaft 21 located on an appropriate 
machine (not shown), such as a printing machine or the 
like, provided with a take-up shaft 52 to take-up the 

30 cleaning fabric after it has achieved its cleaning func- 
tion. Alternatively, shaft 21 may be equipped with 
engagement means (not shown) for engagement of a 
core 11. Preferably, the core 11 is cylindrical in shape. 
However, the core 11 may be any other appropriate 

35 shape. 

The machine further includes a means tor properly 
positioning the cleaning fabric to allow cleaning of the 
cylinder. Several ways exist for this result to be 
achieved. For example, the cleaning fabric 54 may be 

40 positioned so tiiat it is adjacent the cylinder 56 to be 
cleaned. In another example, the cleaning fabric 54 may 
be adjacent to and operatively associated with the cylin- 
der 56 to be cleaned. In yet another possible embodi- 
ment, the cleaning fabric 54 Is operatively associated 

45 with the cylinder 56 to dean the cylinder 56 as the fabric 
54 is in contact with and fed past the cylinder 56. One 
possible arrangement is shown in Fig. 5. The person of 
ordinary skill in tiie art will be aware of many other con- 
f durations that will wc»i^ for the invention's intended pur- 

50 pose witiiout undue experimentation. These examples 
are merely exemplary and are not meant to limit how tiie 
invention may be used. 

The fabric is presoaked and saturated with a low 
volatility organic conrpourvj solvent, as described in 

55 more detail hereinbelow, before or after it is wrapped 
around the core 11 to form roll 13 In any convenient 
matter. Solvent is applied in measured amounts so that 
the fabric is presoaked to functional equilibrium. The 
preferred method of applying solvent is measured 
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absorption of solvent. If desired, an excess anrwunt of 
sotverrt can be applied and the excess solvent drained 
or spun off to obtain functional equilltxium rather than 
the us of measured absorption. In a prefen-ed ennbodi- 
ment. the roll 13 is then inserted into a sealable sleeve 5 
1 5 which is to be sealed in any convenient and appropri- 
ate matter. Preferably, sleeve 15 is made of heat-seala- 
ble or heat-sealabte and shrinkage plastic material 
which is heat sealed along its edge 17 or shrunken and 
heat-sealed along its edge 17. TTie sealing of sealable 
sleeve 15 preferably places sleeve 15 in intimate con- 
tact with fabric roll 13. 

In the modified embodiment of the invention illus- 
trated in FIG. 2, the pre-soaked fabric roll is inserted in 
a ^eeve or canister 23, provided with a slit 25 through 
which a portion of the fabric roll 13 can be withdrawn 
before the assembly is sealed in the sleeve. 

In yet anotha^ modified embodiment as shown in 
FIG. 3, the system of this invention is also preferably 
provided with end caps, such as end cap 25. made of 
plastic or metal or like material disposed in the open 
ends of the core 11. The end caps exterxi over the 
peripheral edges of the fabric roll 13 and the sleeve 15 
may extend, as shown, over the edges of the end caps 
or it may extend completely around the ends of the roll 
13 as shown in FIG. 1 . Obviously, when a slotted canis- 
ter 23 is enployed end caps need not necessarily be 
used. Moreover, it is to be understood that it is within the 
purview of this invention that the sleeve is sized conven- 
iently to accommodate the roll to be covered thereby 
and to be drawn or shrunken into intimate contact with 
the roil and sealed, as needed, whether it be open at 
both ends or at one end only. 

The fabric from which the fabric roll is made may 
vary widely. For example, it may be made of paper, 
cloth, film, a mixture of wood pulp and polyester, such 
as DuPont SONTARA, or any other suitable material. In 
those cases where a doth fabric is enrgsloyed. it may be 
a woven or non-woven cloth fabric made of synthetic or 
natural fibers or mixtures of the same. Exemptative. but 
not limitative, of suitable synthetic fibers which may be 
used in the doth fabrics are polyester fibers, rayon fib- 
ers, nylon fibers, and acrylic fibers and the like. Exem- 
plative, but not limitative, of the natural f bers which may 
be employed are cotton fibers, wood pulp fiber, hemp 
fibers and the like. 

In thc^ cases where paper is employed as the fab- 
ric material, paper fabrics made from wood pulp modi- 
fied chemically in accordance with paper manufacturing 
technology are suitable. 

On the other hand, no matter what fabric is 
employed in carrying out the practice of this invention, H 
is preferred that the materials used therein exhibit high 
acceptal»lity to being soaked or wetted by a solvent 
Preferably, this solvent is a low volatility organic com- 
pound solvent used to saturate the fabric. In this regard, 
it is preferred that the fabric enrployed be one which has 
a caliper thickness in a range from about 0.003 indies 
to about 0.030 inches, and fM-eferably in a range fron 



about 0.007 inches to about 0.020 inches, and the abil- 
ity, when saturated with low volatility organic compound 
solvent, to retain from about 0.02 cc to about 0.5 cc of 
solv nt per in^ of fabric determined by routine testing 
methods. 

In general, woven and non-woven fabrics suitable 
for use in carrying out the practice of the invention have 
a basic weight in a range of from about 1 .5 ounces per 
square yard to about 6.0 ounces per square yard, a cal- 
iper thickness in the range mentioned above, a tensile 
strengtii in the longitudinal (machine) direction in a 
range of from about 20 lbs. per inch to about 200 lbs. 
per inch and in a width (cross) direction in a range from 
about 15 lbs. per inch to abort 125 lbs. per inch. 

When paper is employed as a deaning fabric in the 
system of this invention, it preferably has a basis weight 
in a range of from about 40 lbs. to about 90 lbs., a cali- 
per tiiickness in a range of from about 0.003 inches to 
about 0.010 inches, a tensile strength in tiie longitudinal 
(machine) direction in a range of from about 20 lbs. per 
inch to about 80 lbs. per inch and in the width (cross) 
direction in a range of from about 15 lbs. per inch to 
about 50 lbs. per inch, a porosity in a range of from 
about 1 .0 second to about 10 seconds when subjected 
to 100 cc of low volatility organic conri|X}und solvent or 
water, and a sti'etch ability in a range of from about 1 .0 
percent to about 6.0 percent all determined by routine 
testing metiiods. 

Regardless of the type of material used as the 
deaning fabric, the fabric must have a low air content. In 
one embodiment, all of the air is removed from the fab- 
ric. In another embodiment, between about 1% and 
about 50% of the air is removed. One method of accom- 
plishing this reduced air content is to start with a fabric 
with sut>stantially no or littie air content Alternatively, if 
the fabric initially has a substantial air content this air 
content can be removed from the fabric to produce a 
reduced air content fabric. TTie reduced air content pro- 
vides for an absorptive solvent amount and a reduced 
displacement of solvent during storage and thus less of 
a shift or no shift in the fabric roll's center of gravity ar^ 
allows for better and more even distribution of the sol- 
vent within the fabric roll 1 3. 

The preferred, but not exdusive, method of reduc- 
ing the air content in tiie fabric is calendaring. Calendar- 
ing is demonstrated in FIG. 4. A fabric 41 is 
calenderized by running it through at least a pair of roll- 
ers 42. The at least a pair of rollers 42 compress tiie 
fabric. Preferai^y. biA not necessarily, tiie temperature 
of the at least a pair of rollers 42 is hotter than room 
temperature. Alternatively, the temperature of the at 
least a pair of rollers 42 is at about ambient temperature 
or less than annbient terrperature. ft has been found that 
the wettat^lity and tiie disti-ibution of the solvent is very 
good in the cal^erized fabric. 

The amount of caierdaring necessary to remov 
tiie air from the fabric is dependent on ttie fabric. For 
exanple. if standard doth of 0.012 inch^ is used, such 
as DuPont's SONTARA. it pref rred ttiat the fabric is 
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calendared to reduce its thickness to about 0.0085 
irx^es. This reduces the air contait in the doth by 
about 30%. 

A surprising and unexpected resuH of the calendar- 
ing process is that the length of fabric is increased while s 
not increasing the diameter of the fabric roll 13. This 
provides an important advantage because cleaners are 
designed to accept fabric rolls of up to a certain diame- 
ter. For example, one of the Applicant's automatic blan- 
ket cleaners will only acc^ a cleaning fabric roll having io 
a diameter of about 2.75 inches. Because of this extra 
length, a fabric roll of calenderized doth will be usable 
for more washes than a regular fabric roll of the same 
fabric having the same diameter. This has two advan- 
tages. First, the cost per wash will be reduced. Second, is 
the pressmen need not change a roll of deaning fabric 
as often since there are more washes per roll of cloth. 
This will allow for the press to be run more often. These 
advantages can be realized regardless of whether the 
fabric is pre-soaked and/or pre-packaged. 20 

The amount of increase in the length of cloth due to 
calendaring is dependent on the fabric used and the 
amount of calendaring. For example when DuPont 
SONTARA cloth having a thickness of about .0 1 2 Inches 
and a length of about 12 yards is placed about a core, 25 
having a diameter of atK>ut 1 .5 inches, the fabric roll has 
a diameter of 2.75 inches. After being calendared the 
cloth has a thickness of about 0.0085 inches and a 
length of about 16 yards and still has a diameter of 
about 2.75 inches when placed on the same core. Thus, so 
In this situation, calendaring results in an about 25% to 
about 30% Inaease in the length of the fabric without 
increasing the diameter of fabric roll 13. Depending on 
the type of fabric and amount of calendaring, results 
may range from about a 10% Increase to about a 50% ss 
increase. 

The low volatility organic compound solvent 
employed in carrying out the practice of this invention 
may vary widely and generally it Includes at least one 
low volatility, organic compound solvent which does not 40 
really evaporate at ambient temperatijre and pressure, 
as well as mixtures of the same with similar low volatile 
organic compound solvents or with normally volatile 
organic compound solvents. Exemplative, but not limita- 
tive, of suitable solvent materials of this type are organic 45 
compound solvents selected from vegetable oils and dt- 
rus oils and the like. Generally, such solvent materials 
have a volatility in a range of from about zero up to 
about 30.0 percent and preferably a volatility in a range 
of from about zero percent to about 20.0 percent, deter- so 
mined t>y routine testirtg methods. It ts to be understood 
that within the purview of this invention, such suitable 
solvents also indude normally volatile organic com- 
pound solvents, that is. those which readily evaporate 
and which are selected from mineral spirits and aliphatic 55 
hydrocarbon solvents and the like. Such solvent materi- 
als generally have a volatility of from zero up to about 
100 percent determined by routine testing methods. 
Preferably, a low volatility solverrt will be used because 



tiie lower tiie volatility of tiie solvent the longer the fab- 
ric stays wet since less solvent evaporates. The closer 
ttie volatility is to zero percent the long©- the life of the 
presoaked fabric n the printing press. 

For the emtxxliments involving heat-sealing and/or 
heat-sealing and shrinking, a wide variety of heat-seal- 
able and/or shrinkable and heat-sealable plastic materi- 
als may be used for sealable sleeve 15. For example, 
the sleeve may be made from polyethylenes, polyde- 
fins, polyvinyl chlorides, and polyamides and the like. 
Generally, such materials are heat-sealable and/or 
shrinkable and heat-sealak3le at a temperature in a 
range of from about 300*" F to about 400** F. and prefer- 
ably in a range of from about 350*» F to about 375** F. 
Moreover, it is to be understood that within the purview 
of tills invention, the heat-sealable and/or shrinkable 
and heat-sealable sleeve may be made frc»n heat-seal- 
able and/or shrinkable and heat-sealable paper. 

The method of making a cleaning system employ- 
ing a reduced air content deaning fabric according to 
tiie Invention comprises obtaining a strip of reduced air 
content deaning fabric. For purposes of this invention, 
the term reduced air content cleaning fabric additionally 
encompasses a fabric having no or substantially no air 
content. One method of obtaining a reduced air content 
deaning fabric is to make or purchase a deaning fabric 
with substantially little or no air content. Alternatively, a 
strip of fabric with a substantial air content can have its 
air content reduced. Preferably, ttie method of reducing 
the air content of tiie fabric is calendaring. The sb'tp of 
reduced air content cleaning fabric is brought In contact 
witii a low volatility, organic compound solvent which 
does not evaporate readily at ambient pressure and 
temperatijre and presoaking and saturating the clean- 
ing fabric to functional equilibrium. This Is preferably 
done by measured absorption. Excess solvent if any, 
may be removed from the cleaning fabric, preferably by 
draining or spinning the excess solvent to okstain a fab- 
ric saturated to functional equilibrium with the solvent. 
The cleaning fabric is wrapped around an elongated 
core forming a fabric roll. 

In one variation of the method, the fabric Is prefera- 
bly wrapped around the core prior to contacting the 
same with the solvent. In yet anotiier emt)odiment, the 
fabric is wrapped around tiie core after being saturated 
witii the cleaning solvent It is also within the invention to 
saturate the fabric with solvent both prior to and after 
forming tiie f at^^ic roll 1 3. The wrapping of the fabric can 
be done in any convenient manner arxj requires no spe- 
dal apparatus, a wide variety of roll making equipment 
being readily availatile for acconplishing tiie same. 

In a preferred emtxxliment, the method further 
comprises the step of sealing ttie fabric roll so that it can 
be transported and stored vertically and horizontally 
until use without substantially disturbing the distribution 
f said solvent in said fabric roll and detrimentally affect- 
ing the deaning ability of the fabric. The prefen-ed, but 
not exdusive, method of sealing the fabric roll is the use 
ofasealabi sleev disposed around tiie fabric roll. The 
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preferred type of sealable sleeve is a heat-seal^ e 
plastic sleeve around the wrapped fabric roll and placed 
in intimate contact with the fabric roll and subjecting the 
sleeve to a temperature sufftd nt to seal the plastic 
sleeve around the wrapped fabric roll. In order to use 
this type of sealant, the fabric roll is inserted In a heat- 
sealabte and/or shrinkabte and heat-sealat)le plastic 
sleeve and the sleeve is heat-sealed and/or heat-sealed 
and shrunken at any appropriate tenrperature around 
the roll in intimate contact therewith. Generally, tenrtper- 
atures in a range of from about 300*F to about 400**F. 
and preferably in a range from at>out 350^F to about 
375**F, are used to accomplish the heat-sealing and/or 
heat-sealing and heat-shrinking of the saturated fabric 
roll in the plastic sleeve and bringing the sleeve into inti- 
mate contact with the fabric roll. 

In a variation of the method, it is preferred, espe- 
cially where a heat-sealable plastic sleeve is employed, 
that once the fabric roll is inserted in the sleeve, the so 
assembled sleeve and fabric roll be subjected to a vac- 
uum which draws the heat-sealable plastic sleeve into 
intimate contact with the fabric roll, while at the same 
time exhausting any air from the interior of the sleeve, 
and then simply heat-sealing the sleeve around the roll 
by application of heat to the open peripheral edges of 
the sleeve. Known appropriate vacuum apparati^ and 
heat-sealing apparatus may be used by simple adaption 
of the same physically to accomplish apparatus for 
applying the vacuum and heat-sealing of the sleeve. 

On the other hand, when a sleeve employed in car- 
rying out the method is both heat-sealat)le and shrinka- 
ge, then one or more small openings or vent holes (not 
shown) in the sleeve, preferably located near the open 
edges of the sleeve, are provided to permit exhaustion 
of air from the sleeve as heat-sealing and shrinking Is 
accomplished, the location of such opening or openings 
assuring that any such opening or openings will be 
closed during the heat-sealing and heat-shrinking of the 
sleeve. 

In accordance with the method of this invention, 
contact between the fabric strip and the solvent can be 
achieved in a variety of ways. For example, if desirable, 
the appropriate solvent may be poured over the fabric in 
amounts sufficient to saturate the same while simply 
permitting excess solvent to drain off into a tray, or the 
solvent can be sprayed on the fabric. The saturation 
step can be carried out at ambient temperature and 
pressure and the excess, as mentioned above, simply 
permitted to drain off for a period of time sufficient to 
obtain a fabric saturated to functional equilibrium. Any 
other apprq3riate metfKxJ of removing the excess sol- 
vent to obtain a fabric saturated to functional equilibrium 
can be used. 

It is within the purview of an entxxiiment of the 
invention that tiie fabric strip be immersed or trans- 
ported through a tank of appropriate solvent in a sut>- 
stantially horizontal direction either before or after, and 
preferably before, it has been wrapped on the core to 
fam a roll. After saturation has taken plac , th satu- 



rated fabric is preferably simply suspended in a position 
to permit excess solvent to drain off or run through two 
rollers and be collected in a tiBy for reuse. 

Additionally, in accordance with a preferred embod- 

5 iment of the method, the air content of the fabric must 
be reduced or eliminated. Any appropriate reduction of 
air content step may be employed. The preferred 
method of reducing the air content of the fabric is calen- 
daring. A fabric is calenderized by running it through at 

TO least a pair of rollers. The at least a pair of rollers com- 
presses the fabric. Preferably, but not necessarily, tiie 
temperature of the pair of rollers is either hotter than 
room temperature or at or cooler than room tempera- 
ture. A surprising and unexpected result of tiie rerrxival 

15 of the air content is ttiat the length of fabric is increased 
while not increasing the diameter of the fabric roll. 

The wrapping of tfie fabric on the elongated core to 
form a rdl, as well as measured absorption and/or 
draining or otiier removal thereof, may also take place at 

20 annbient temperature and pressure. When the satura- 
tion of the fabric and wrapping of the fabric to form a fab- 
ric roll are completed, tiie fabric roll may be inserted in 
a sleeve. Preferably, the fabric roll is inserted in a heat- 
sealable and shrinkable plastic sleeve and the sleeve is 

25 heat-sealed and/or shrunk and heat-sealed at a temper- 
ature sufficient to heat-seal the sleeve around and in 
contact witii the saturated, wrapped fabric roll. In this 
regard, ttie particular shrinking and heating-sealing 
temperature will be dependent upon the type of shrink- 

30 able and heat-sealable material utilized. Care must be 
taken, however, to be sure that the particular tempera- 
ture employed is not so high that it will have a deleteri- 
ous affect on tiie saturated fabric roll disposed in the 
plastic sleeve. 

35 In general, heat-sealing can be achieved at tenrper- 
atures in a range of from about 300° F up to about 
400° F, and preferably are achieved at temperatures in a 
range of from about 350°F up to atx)ut 375''R and may 
be carried out in an ov^. or under heat-radiating lamps. 

40 The sleeve will be sized so that the wrapped fabric 
roll can be inserted tiierein with facility and the open 
edges of the sleeve then brought together in contact 
with each other in order to seal tiie same, while at the 
same time, being sized also so tiiat if and when shrink- 

45 ing takes place, it will be brought into contact with the 
fabric roll around which it is disposed. 

In those cases where the saturated, wrapped fabric 
roll is to be errployed with a slotted canister 23. the rdl 
is simply inserted in the canister 23 with a portion 

50 thereof protrucfing tiirough the slot and the canister 23 is 
provided with a knockK)ut end portions which may be 
inserted therein after insertion of the roll, such end por- 
tions simply being removed when the rdl is to be dis- 
posed on an apprcpriate shaft of a printing apparatus or 

55 tiie like in order to permit insertion of the shaft from the 
core. Moreover, the canister 23 may be made from met- 
als, such as light gauge steel, aluminum and the like, or 
from cardboard or from plastic materials, such as poly- 
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e1hylenes> potyolefins, |X)lyviny1 chlorides, potyamides. 
and the like. 

In those instances where end caps, such as end 
caps 25. are employed in making the cloning system 
enrploying a reduced air cleaning fabric, the end caps, 
which may be made of the same materials mentioned 
above for the canister 23, are simply inserted in the 
open ends of the core 1 1 after wrapping, saturation and 
removal of excess solvent of the method has been 
acccxnplished. 

It is to be understood that within the context of this 
invention, the terminology "saturated to functional equi- 
librium" as it is used in connection with the saturation of 
the fabric and/or fabric roll with solvent means that after 
applying a measured amount of solvent or removing the 
excess solvent from the fabric and/or fabric roll, the fab- 
ric and/or fabric roil retains therein sufficient solvent or 
wetting agent in an amount to wet the fabric to the 
extent tfiat it imparts efficient cleaning ability to the fab- 
ric to dean cylinders of apparatus, such as printing 
machinery, and the fabric has preferably retained 
therein after measured absorption or removal of the 
excess, if any removal is required, from about 0.02 cc to 
about 0.5 cc of solvent per in^ of fabric. 

In one embodiment, the so made cleaning system 
employing a reduced air content fabric of this invention 
can be employed on any printing apparatus simply by 
modifying the apparatus to provide it with at least one 
shaft which can be inserted through the open ends of 
the core. In a prefenred embodiment, a single shaft is 
inserted through a hollow core. Additionally, the printing 
apparatus may be provided with a take-up roll which is 
employed to take up the used portion of the cleaning 
fabric after it has carried out its cleaning function. This is 
a distinct advantage of the cleaning system of this 
invention since it eliminates the need for complex appa- 
ratus, such as pumps, spray bars, manifold lines, valves 
and the like, especially as part of the automatic blanket 
cleaning systems used on printing machinery to intro- 
duce cleansing solvents or solutions to the cleaning fab- 
ric just prior to use. 

In addition, the cleaning system of this invention 
provides numerous other advantages. For example, rt is 
relatively simple in construction, employs readily availa- 
ble materials, and can be made In a relatively simple 
and fonvard manner without resort to highly conrplex 
and expensive procedures which necessitate tiie use of 
elaborate machinery. Additionally, the invention is an 
altemative to the invention discussed In U.S. Patent No. 
5.368,157 to Gasparrini et at. In that it provides for less 
solvent displacement during storage and thus less of a 
change in the fabric roirs center of gravity. Additionally, 
the use of a cleaning fabric with a reduced volume of air 
on the present and conventional systems not involving 
presoak technk^ues will have the advantage of having 
more fabric on a cleaning fabric si4)ply roll of a given 
diameter. Numerous other advantages of this invention 
will be readily apparent to those skilled in the art 



It vtflll remain understood by those skilled in the art 
that the present invention in its broader aspects is not 
limited to the particular enrfeodiments shown and 
described herein, and that variati ns may be made 
5 which are wittiin tiie scope of tiie accompanying claims 
without departing from the principles of the invention 
and without sacrif icing its chief advantage. 

Claims 

10 

1 . A device for cleaning a cylinder of a printing press 
conprising: 

a) a core (11); and 
75 b) a reduced air content fabric (13) wrapped 

around said core. 

2. A device according to claim 1 including a solvent 
present in said cleaning fabric in an amount suffi- 

20 dent to saturate said cleaning fabric whereby said 
saturated fabric is functional for cleaning said cylin- 
der of a printing press. 

3. A device as daimed In daim 2 further conprising a 
25 sealed sleeve (1 7) disposed around and in contact 

with said fabric, whereby said fabric can be trans- 
ported and stored vertically and horizontally until 
use without substantially disturbing the distribution 
of said solvent in sakJ fabric and detrimentally 
30 affecting the deaning ability of the fabric. 

4. A device as daimed in claim 3 wherein said sealed 
sleeve is comprised of a heat-sealable plastic mate- 
rial selected from the group consisting of heat-seal- 

35 able polyetiiylene. heat-sealable polyolefins. 
polyvinyl chlorides, and heat-sealable potyamides. 

5. A device as daimed in claim 3 wherein said sealed 
sleeve is shrinkable and is comprised of a heat- 

40 scalable and shrinkable plastic material selected 
from the group consisting of heat-sealable and 
shrinkable polyethylenes, heat-sealable and shrink- 
able polyolefins. heat-sealable ard shrinkable poly- 
vinyl cNorides, and heat-sealak^e and shrinkable 

45 polyamides. 

6. A device as claimed In any preceding daim wherein 
said fabric (1 3) is a clotii fabric. 

50 7. A device as daimed in any preceding daim wherein 
said fabric (13) comprises a mixture of wood putp 
and polyester. 

8. A device as daimed in any preceding daim wherein 
55 the thickness of said fabric (13) has been reduced 

by between about 10% to about 50%. 

9. A device for deaning the cylinders of a printing 
press as daimed in any prececfing daim wherein 
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saki fabric (1 3) has a reduced air content by volume 
by about 1% to about 50%. 

10. A device as claimed in claim 2, 3, 4, or 5 wherein 
said fabric retains from about 0.02 to about 0.5 cc of 
said solvent per square inch of said fabric. 

11 . A device as claimed in claim 2. 3, 4, 5 or 1 0 wherein 
said solvent comprises at least one low volatility 
cleaning compound which does not readily evapo- 
rate at ambient tenperature and pressure and has 
a volatility in a range of from about zero to about 
30%. 

1 2. A device as claimed in any preceding daim wherein 
the length of said fabric (13) is at least about 25% 
greater than the length of non-air reduced fabric 
having an equal diameter about said core. 

13. A device for cleaning a cylinder of a printing press, 
as claimed in any preceding claim further compris- 
ing a means for positioning said fabric (1 3) adjacent 
to a cylinder (56) to be cleaned. 

14. A device for cleaning a cylinder of a printing press 
as claimed in any preceding claim further compris- 
ing a means for locating said fabric adjacent to and 
operatively associated with said cylinder to be 
cleaned. 

15. A device as claimed in claim 14 further comprising 
a mounting means (21) for mounting said core and 
said fabric in a position to clean said cylinder while 
said fabric is in contact with and is fed past said cyl- 
inder. 

1 6. A method of making a cleaning system comprising: 

a) obtaining a strip of reduced air content 
cleaning fabric; 

b) contacting said strip of cleaning fabric with a 
low volatility, organic compound solvent which 
does not evaporate readily at ambient temper- 
ature and pressure and pre-soaking and satu- 
rating said cleaning fabric with said solvent to 
functional equilibrium with said solvent: and 

c) wrapping said cleaning fabric around an 
elongated core (11) and forming a fabric roll 
(13). 

17. A method as claimed in daim 16 further comprising 
the step of sealing said wrapped, saturated dean- 
ing fabric roll, whereby said wrapped, saturated 
cleaning fabric roll can be transported and stored 
vertically and horizontally until use without substan- 
tially disturbing the distributi n of said solvent ins 
M fabric roll and detrimentally affecting the dean- 
ing ability of said fabric. 



1 8. A method as claimed in daim 1 7 wherein said st^ 
of sealing comprises a sealaUe sleeve (15) around 
the wrapped, saturated fabric roll and sealing said 
seatable sleeve around said wrapped, saturated 

5 fabric roll. 

1 9. A method as daimed in daim 1 8 further comprising 
subjecting said sealable sleeve to a vacuum and 
drawing the sealable sleeve into contact with said 

10 wrapped fabric roll after disposing said wrapped 
fabric roll in said sealable sleeve and before sealing 
said sleeve. 

20. A method as daimed in any one of claims 1 6 to 19 
75 wherein said strip of deaning fabric is wrapped 

about said elongated core (11) prior to contacting 
said strip of deaning fabric with said solvent 

21. A method as daimed in any one of claims 16 to 20 
20 wherein the step of contacting said strip comprises 

saturating said fabric beyond equilibrium with 
excess solvent and removing said solvent so that 
said fabric is in functional equilibrium. 

25 22. A method as daimed in any one of claims 1 6 to 20 
wherein said step of contacting said strip comprises 
bringing a measured anfK)unt of said solvent in con- 
tact with sad strip of doth and allowing said meas- 
ured anx)unt of solvent to be absorbed. 

30 

23. A method as claimed in claim 21 wherein said sol- 
vent is removed until said fabric retains about 0.02 
to about 0.5 cc of solvent per square inch of said 
fabric. 

35 

24. A method for making a deaning system cloth com- 
prising: reducing the anrtount of air in a cleaning fab- 
ric to reduce said fabric's thickness; and vn-apping 
said strip of reduced thickness deaning fabric 

40 around an elongated core and forming a fabric roll 
without permitting an increase in the thickness of 
the fabric in the roll. 

25. A method as daimed in claim 24 wherein the step 
45 of reducing the amount of air comprises calendar- 
ing said cleaning fabric. 

26. A method as daimed in claim 24 or 25 wherein the 
step of redudng the annount of air is accomplished 

so tiy reducing the thickness of said cleaning fabric by 
between about 10% to about 50%. 

27. A method as daimed in claim 24 or 25 wherein the 
air content in said cleaning fabric is reduced by 

55 between 1% to 50%. 

28. A method as daimed in any one of claims 24 to 26 
wherein said step of redudng the air of said dean- 
ing iabrlc further comprises the step of increasing 
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the length of said cleaning fabric by at least about 
25%. 

29. A method as claimed in any one of claims 1 6 to 28 
further comprising the steps of: s 

unwinding at least a portion of said cleaning 
fabric from said fabric roll (1 1); 
placing said at least a portion (54) of said 
cleaning fabric in contact with a cylinder (56) to io 
be cleaned; and 

taking-up said at least a portion of said clean- 
ing fabric on a take-up shaft (52). 

30. A device as claimed in daim 2 and any claim is 
dependent thereon further comprising a canister 
(23) disposed between said fabric (13) and said 
sleeve (15). 

31. A device as claimed in daim 13 and any claim 20 
dependent thereon wherein said core (11) com- 
prises an elongated cylinder having open ends, 
said device further comprising end caps (25) locate 

din the open ends of said core. 

25 

32. A packaged cleaning device comprising a roll of 
porous sheet material (13) impregnated with a 
deaning liquid, characterised in that the sheet 
material has been mechanically conrtpressed. prior 

to impregnation with the deaning liquid, so as to so 
reduce its air content. 
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